Abstract of the Disclosure 

The present invention relates to a non-blocking roll of roofing membrane employing a 
combination of silicone rubber sealant, non-woven fiberglass scrim and pressure sensitive 
adhesive. The method utilizes a process by which silicone rubber sealant is applied to the top 
surface of the non-woven fiberglass scrim and made to penetrate 1/10 to 9/10 of the way into 
the thickness of the scrim, thus no silicone rubber sealant reaches the bottom or underside 
surface of the scrim. To the remaining 9/10 to 1/10 of the scrim's thickness and to the 
bottom surface of the scrim is applied pressure sensitive adhesive. This construction results 
into a self-adherent roofing membrane that can be packaged and transferred in roll form 
without the need to include an additional release liner sheet or non-blocking material such as 
talc, mica, or clay powder. 
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